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(54) Method for storing silicon wafers. 

(57) The single crystal silicon wafers which have 
undergone a treatment with a chemical liquid 
such as an acid or an alkali are stored without 
entailing contamination of their surfaces by 
causing the wafers to be immediately im- 
mersed, either directly or after being washed 
with water, in an aqueous hydrogen pepexide 
solution. The prevention of the contamination 
of surfaces of the wafers is attained effectively 
by setting the concentration of hydrogen 
peroxide in the aqueous hydrogen peroxide 
solution in the range of from 0.01 to 30% by 
weight and the temperature of the aqueous 
hydrogen peroxide solution at the time that the 
wafers are immersed in the solution in the range 
of from 10 to 30 °C. 
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BACKGROUND OF THE INVENTION 
Field of the Invention: 

This invention relates to a method for temporary storage of wafers made of silicon (hereinafter referred to 
5 as "wafer 1 ') in the process of production. More particularly, this invention relates to a method for enabling wafers 
in process to be stored between the component processes without exposing the surfaces thereof to contam- 
inant, in the fabrication of mirror wafers by the treatment of wafers cut from a single crystal silicon rod in various 
sequential processes. 

10 Description of the Prior Art: 

In the fabrication of mirror wafers from wafers cut from a single crystal silicon rod, the said wafers are 
generally treated in the processes of chamfering, lapping, washing, etching, prewashing for annealing, and an- 
nealing in the order mentioned and thereafter polished until mirror finish. 

15 When the treatment includes an additional process of sandblasting, the process is interposed between 

the etching and the annealing process mentioned above and the annealing process is followed by a washing 
after sandbtating and a prewashing for annealing. 

The workshop engaging in the manufacture of wafers is at times compelled to put wafers in process to 
protracted storage between the component processes mentioned above to suit the convenience of the job sys- 

20 tern. At a factory operated on the five-day week system, for example, the durations of such storage possibly 
totals about 60 hours. 

Heretofore, in the lapping through the annealing process mentioned above, this protracted storage has 
inevitably exposed the surfaces of wafers to contaminant as specifically described hereinbelow in spite of very 
severe control of the conditions of the storage. For this reason, restrictions have been frequently imposed on 

25 the pertinent processes possibly to the extent of rendering difficult the improvement of the operation rate of 
the plant or the productivity of the operation. 

To shorten the storage time, it becomes necessary for the workshop to install a fairly large sum of facilities 
and arrange workers for attending such facilities or adopt a 24-hour day 7-day week job system or it becomes 
inevitable for the workers to suffer the burden of the waiting times (which are necessary for shortening the 

30 storage time of wafers ) between the component processes of the treatment of wafers. Further, the fact that 
the ratio of the waiting time to the working time cannot be ignored entails the problem that the job system is 
rationalized only with difficulty. 

Here, various sorts of contaminant which occur on the surfaces of wafers will be described. The wafers 
in process are washed before and after each process, then either immersed in purified water or dried, and 

35 stored as placed in an atmosphere of clean dry air (degree of cleanliness 100 or over) at normal room tem- 
perature. In spite of all these efforts, the surfaces of wafers yield to the sorts of contaminant which are shown 
in Table 1 below. 



Table 1 



40 - 


Etching/washing 
process (with liquid) 


Conditions of storage 


Start of contamination 


Pattern of surface 
contamination 




After etching 


Purified water 


After 30 minutes 


contamination like aurora 


45 


After post-washing of 
etching 


Clean dry air 


After 8 hours 


contamination in bluish white 
color 




After post-washing of 
sandblasting 


Clean dry air 


After 8 hours 


contamination in bluish white 
color 


50 


After pre-washinng for 
annealing 


Clean dry air 


After 5 minutes 


Basket contamination 



In Table 1, the ratings of surface contamination are obtained visually under a focussing lamp. To be spe- 
cific, in the parts sustaining "contamination like aurora" and "basket contamination", the occurrence of coarse 
surface, protrusions, and pits was confirmed. It is inferred that these surface defects were caused by fine etch- 
ing with residual corrosive chemical liquids. The "contamination in bluish white color" was such contamination 
as expanded in the form of a strip in the outer through the outer peripheral part of a given wafer. It is inferred 
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that this contamination was caused by not only the action of the chemical liquids mentioned above but also 
the conditions of the atmosphere (temperature and humidity) used for the storage. The "basket contamination" 
was such contamination as occurred in the parts where the ribs of a basket used for storing and conveying 
wafers contacted with the wafers. Though the cause therefor remains yet to be elucidated, it is inferred that 
5 this contamination was caused by the chemical liquids which persisted at the sites of the contact mentioned 
above. 

Of the various chemical liquids which are usable in the processes of treatment indicated in Table 1 t that 
which is usable in the processes of etching is either the aqueous solution of hydrofluoric acid, a mixed acid of 
hydrofluoric acid and nitric acid, or a mixed acid of these two acids plus acetic acid or the aqueous solution 
10 of caustic soda or caustic potash, for example. 

The chemical liquid which is usable in the processes of washing is the aqueous solution of such an acid 
as hydrofluoric acid, hydrochloric acid, or citric acid or the aqueous solution of such an alkali as caustic soda, 
caustic potash, or ammonia, optionally additionally containing therein a small amount of hydrogen peroxide or 
a surfactant. 

is Even when the washing with purified water is repeated again, the wafers already dried are stored in their 

unmodified form in a clean bench filled with highly clean atmosphere, or the wafers washed with purified water 
are stored in their unmodified form in purified water on the assumption that the contamination of surfaces of 
wafers are caused by the aforementioned chemical liquids which are not perfectly removed by the subsequent 
washing with purified water or by drying or by contaminant remaining in the atmosphere used for the storage 

20 of wafers, the contamination caused on the surfaces of waters after the elapse of a certain length of time can 
not be perfectly removed. 

Though the aforementioned repetition of the washing with purified water is recognized to be veritably ef- 
fective in decreasing the frequency of the contamination of surfaces of wafers, this method entails extra time 
and labor and nevertheless offers no decisive solution to the problem of contamination. 

25 

BRIEF DESCRIPTION OF THE DRAWING 

The invention will be better understood and the objects and features thereof other than those set forth 
above will become apparent when consideration is given to the following detailed description thereof, which 
30 makes reference to the annexed drawing: 

Fig. 1 is a graph showing the results of a test storage of silicon wafers performed by the method of this 
invention and the conventional method. 

SUMMARY OF THE INVENTION 

35 

This invention has been produced in association with such problems attendant on the prior art as described 
above. An object of this invention is to provide a method for the storage of wafers in process, which method, 
for the purpose of preventing the contamination of surfaces of wafers which frequently occurs particularly dur- 
ing the storage of wafers after the treatment with a chemical liquid among other processes for the production 
40 of wafers, adopts a relatively simple measure of temporarily storing the wafers in an aqueous hydrogen per- 
oxide solution instead of the conventional measure of temporarily storing them in purified water or storing them 
in a clean dry air. 

The first aspect of this invention recites a method for the storage of silicon wafers, which is characterized 
by causing silicon wafers which have undergone a treatment with such a chemical liquid as an acid or an alkali 
45 to be immediately immersed, either directly or after being washed with water, in an aqueous hydrogen peroxide 
solution. 

The second aspect of this invention recites a method for the storage of silicon wafers according to the first 
aspect of this invention, wherein the concentration of hydrogen peroxide in the aqueous hydrogen peroxide 
solution is in the range of from 0.01 to 30% by weight, preferably from 0.05 to 1 % by weight, and the temper- 

50 ature of the aqueous hydrogen peroxide solution at the time that the single crystal silicon wafers are immersed 
therein is in the range of from 0 °C to 80 °C , preferably from 10 °C to 30 °C . 

The third aspect of this invention recites a method for the storage of silicon wafers according to the said 
first or second aspect of this invention, wherein the chemical liquid is an etching liquid or a liquid etching de- 
tergent, i.e. the aqueous solution of one member or two members or more selected from the group consisting 

55 of an inorganic acid such as hydrofluoric acid, hydrochloric acid, or nitric acid or an organic acid such as acetic 
acid or citric acid. 

The fourth aspect of this invention recites a method for the storage of silicon wafers according to the said 
first or second aspect of this invention, wherein the chemical liquid is an etching liquid or a liquid etching de- 
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tergent, i.e. the aqueous solution of one member or two members selected from the group consisting of caustic 
soda, caustic potash , and ammonia. 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 

5 

The prevention of the occurrence of contamination of the surfaces of wafers by the present invention (meth- 
ods of storage according to the first to the fourth aspect of this invention) may be logically explained by an 
inference that the chemical liquids remaining on the wafers are dissolved in the aqueous hydrogen peroxide 
solution and dispersed to extremely small concentrations therein and, at the same time, the etching action of 
10 the chemical liquids exerted on the wafer surfaces is obstructed in some form or other by the hydrogen per- 
oxide. 

In the present invention, the concentration of hydrogen peroxide in the aqueous hydrogen peroxide solu- 
tion and the temperature of the aqueous hydrogen peroxide solution at the time that the wafers are immersed 
in the solution are limited for the following reasons. 

15 If the concentration of hydrogen peroxide is less than 0.01% by weight, the contamination of surfaces of 

wafers is not prevented fully effectively. If it exceeds 30% by weight, the solution used for the storage will prove 
to be disadvantageous in terms of cost and personal safety on the part of workers, though the prevention itself 
may be obtained effectively. 

If the temperature of the aqueous hydrogen peroxide solutionis less than 0°C , the solution will be frozen 

20 and will no longer suit the purpose of storage. Conversely, if it exceeds 80 °C , the solution will no longer suit 
the purpose of protracted storage, will incur extra cost of equipment, and will jeopardize personal safety on 
the part of workers because hydrogen peroxide undergoes vigorous decomposition and inflicts damage on the 
surfaces of wafers. 

More desirably from the practical point of view, the concentration of hydrogen peroxide is in the range of 
25 from 0.05 wt% to 1 wt% and the temperature of the aqueous hydrogen peroxide solution at the time of the 
immersion of wafers is in the range of from 10 °C to 30 °C . 

Now, this invention will be described specifically below with reference to working examples. 
From green wafers cut from a single crystal silicon rod which had been pulled by the Czochralski method, 
sandblasted wafers were prepared by subjecting the green wafers sequentially to the processes of lapping, 
30 washing after lapping, chamfering, etching, washing after etching, sandblasting, washing after sandblasting, 
prewashing for annealing, and annealing in the order mentioned. The wafers which had been treated with the 
following three kinds of chemical liquids were tested for manner of storage. 

The wafers which had undergone etching with an etching liquid formed of a mixed acid system of Example 
1 (hydrofluoric acid + nitric acid + acetic acid + water), the wafers which had undergone washing after etching 
35 with a washing liquid of Example 2 (ammonia + hydrogen peroxide + water), and the wafers which had under- 
gone washing after sandblasting with a washing liquid of Example 3 (hydrofluoric acid + water) were stored 
by the method of this invention and the conventional method and the surfaces of the stored wafers were visually 
examined as to the extent of contamination. 

In this case, for the method of this invention, three species of aqueous hydrogen peroxide solutions of rel- 
40 atively low concentration were prepared by mixing an aqueous hydrogen peroxide solution with a product assay 
of 30 wt% and purified water. For the conventional method, purified water containing no hydrogen peroxide 
was used. The durations of storage in which the surfaces of wafers were not defiled are shown in Table 2. 
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In Table 2, the "H 2 0 2 , concentration - zero," namely the sole use of purified water, concerns the conven- 
tional method and the "H 2 0 2 concentrations 0.06 wt% to 2.73 wt%" concern the methods of this invention. It 
is clearly remarked from Table 2 that in the storage effected by the method of this invention after (1 ) the process 
of etching, (2) the process of washing after etching, and (3) the process of washing after sandblasting, the 

5 contamination heretofore observed on wafer surfaces did not occur within at least 120 hours of start of the 
storage. In the storage using a bath solely of purified water according to the conventional method, the same 
contamination as heretofore observed occurred after the elapse of 30 minutes in an early case and after the 
elapse of 88 hours in a late case. The mixed liquid having a H 2 0 2 , concentration of 0.06 wt% was prepared by 
mixing an aqueous hydrogen peroxide solution with a product assay of 30 wt% with purified water at a weight 

10 ratio of 1 : 500. 

Test Example: 

In this invention, the mechanism which causes the aqueous hydrogen peroxide solution to provide effective 

15 prevention of wafers from, contamination has not yet been elucidated. 

The following test, therefore, was carried out for the purpose of finding differences between the conven- 
tional method and this invention. The conventional method stored wafers in a bath formed solely of purified 
water and the method of this invention stored wafers in two aqueous solutions containing H 2 0 2 at respective 
concentrations of 0.1 wt% and 0.6 wt%. 

20 When wafers which had undergone the same washing process after sandblasting as in Example 3 were 

stored for a total duration of 120 hours and, at intervals of 24 hours meanwhile, were visually examined to de- 
termine the thickness of an oxide film formed on the wafer surfaces. The results were as shown in Fig. 1. The 
thickness of the oxide film was measured by the infrared total reflection damping method. 

It is noted from Fig. 1 that while the oxide film (Si0 2 film) formed during the storage in purified water ac- 

25 cording to the conventional method grew unstably with the elapse of time, the oxide films formed during the 
storage in the two aqueous solutions having hydrogen peroxide concentrations of 0.1 wt% and 0.6 wt% ac- 
cording to this invention showed an identical trend and grew stabjy to a fixed thickness in the approximate 
range of from 17 to 18 A . From the results, it can be safely inferred that a quantitative difference of some sort 
exists between the conventional method and the present invention. Fig. 1 , however, offers no definite solution 

30 to the question whether or not the growth of the oxide film in the case of the conventional method was observed 
in the form of contamination of wafers or to the question whether or not the oxide film of a stable thickness 
formed in the initial stage of storage observed in the case of this invention functioned as a protective coating 
against a chemical liquid. The wafers stored in purified water began to be conntaminated within about 40 hours, 
whereas the wafers stored in aqueous hydrogen peroxide solution were not contaminated at all even after the 

35 elapse of 120 hours. 

As is clear from the description given thus far, the method of this invention is characterized by causing 
silicon wafers which have undergone a treatment with such a chemical liquid as an acid or an alkali to be im- 
mediately immersed, either directly or after being washed with water, in an aqueous hydrogen peroxide solu- 
tion. Since this invention enables wafers to be stored without inducing defilement of their surfaces for such a 

40 long time as about 120 hours (about five days), it is effective in solving various problems due to the necessity 
for shortening the durations of storage between the component processes for the* production of wafers and 
exalting markedly the operational efficiency of the production of wafers. 

Further, this invention notably heightens the effect of storage by a simple method of setting the concen- 
tration of hydrogen peroxide in the aqueous hydrogen peroxide solution in the range of from 0.05 to 1 wt% 

45 and the temperature of the aqueous hydrogen peroxide solution at the time of immersion of wafers therein in 
the range of from 10 to 30 °C . 



Claims 

50 

1. A method for the storage of silicon wafers, which is characterized by causing silicon wafers which have 
undergone a treatment with such a chemical liquid as an acid or an alkali to be immediately immersed, 
either directly or after being washed with water, in an aqueous hydrogen peroxide solution. 

55 2. A method according to claim 1 , wherein the concentration of hydrogen peroxide in said aqueous hydrogen 
peroxide solution is in the range of from 0.01 to 30% by weight, preferably from 0.05 to 1% by weight, 
and the temperature of said aqueous hydrogen peroxide solution at the time that the single crystal silicon 
wafers are immersed therein is in the range of from 0 °C to 80 °C , preferably from 10°C tq # 30°C . 
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A method according to claim 1 or claim 2, wherein said chemical liquid is an etching liquid or a liquid etching 
detergent i.e. the aqueous solution of one member or two members or more selected from the group con- 
sisting of an inorganic acid such as hydrofluoric acid, hydrochloric acid, or nitric acid or an organic acid 
such as acetic acid or citric acid. 

A method according to claim 1 or claim 2, wherein said chemical liquid is an etching liquid or a liquid etching 
detergent, i.e. the aqueous solution of one member or two members selected from the group consisting 
of caustic soda, caustic potash, and ammonia. 
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(54) Method for storing silicon wafers 

(57) The single crystal silicon wafers which have un- 
dergone a treatment with a chemical liquid such as an 
acid or an alkali are stored without entailing contamina- 
tion of their surfaces by causing the wafers to be imme- 
diately immersed, either directly or after being washed 
with water in an aqueous hydrogen peroxide solution. 



The prevention of the contamination of surfaces of the 
wafers is attained effectively by setting the concentra- 
tion of hydrogen peroxide in the aqueous hydrogen per- 
oxide solution in the range of from 0.01 to 30% by weight 
and the temperature of the aqueous hydrogen peroxide 
solution at the time that the wafers are immersed in the 
solution in the range of from 10 to 30 °C. 



FIG. 1 
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